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the mould, filling it and still turning it all the time. Allow it to rest for a minute, and in case it is not quite full, add plaster until flush with the sides of the plinth. Let the plaster set for half an hour.
Removing the pieces of tlw Mould. When the plaster is set, place the whole on a strong stool and remove first the cords, then the irons, chipping away the plaster around them, then the remainder of the white plaster, and finally the yellow layer. Leave some of the white plaster around the legs and beneath the chin until the upper part is shelled out, so as to prevent these parts being broken when those above them are struck (Fig. 180).
III.  The Casting of a High Relief.
The casting of a bust and of a figure having been fully gone into, there remains little to be said, on that of a relief, which has not already been touched on.
The clay relief (Fig, 181) has a projection of about 2^-inches.
This relief having no detached parts will be cast in one piece. It is therefore only necessary to cover it with a layer of yellow plaster, as for the bust and the figure, leaving this first layer rough, and making it thicker over the background than over the figure itself (Fig. 182). Brush this layer over with clay-water, without touching the borders of the mould,